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The other five were likewise painted on one side, but with
white zinc. They had all previously received a priming-
coat, had been filled up, and rubbed down, with the same
white paint. Finally, squares were painted on the
surfaces so prepared, after the style of a draught-board,
in such a way that each board showed eighteen white
squares and eighteen black squares of equal size. On
other boards, the black squares were replaced by squares
painted dark green. Finally, these plates were painted
all over with a coat of white paint, and, as pointed out
already, either with white lead or white zinc, all of
which amounts to this, that the boards first got two
uniform foundation coats, that on this foundation a
draught-board with black squares was painted, and on the
other boards a draught-board with green squares was
painted, and that on these draught-boards a coat of
pure white paint was applied, white lead on the one
hand, white zinc on the other.

The covering coat, that which masked the draught-
board, was coated, as regards white zinc, with a liquid
paint of a special composition, prepared so as to impart to
the white zinc a greater covering power, or opacity, than
is normal to it. This liquid paint was the fourth coat
in the liquid paints, for painting on new wood for
outdoor work (Table XXIII.).

White zinc
Raw oil
Boiled oil
Drying1 oil
Turps   .
Drier    .

Ibs.
80
27
7
74
2i
J